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AMENDMENT TO THE CLAIMS 
TEXT OP CLAIMS CURRENTLY UNDER EXAMINATION 



Claims 1-6 canceled. 



(currently amended) A process for making a ji nmpricing 



' 7. 

consisting essentially nf 



l 
I 

i (a) 



immersing a glove former in an aqueous polymer composition; 

(b) Immersing said glove former in a coagulant solution, to produce 
a coated former: 

(c) Immersing the coated former into a rubber latex to coat the 
former with said latex; 

(d) chlorinating the latex on said coated former; 

(e) curing the chlorinated latex on said coated former; and 

(f) removing the finished glove from the former 

8 (original) The process of claim 7 wherein steps a) and b) occur as 

a single step by immersing a glove former in a coagulant solution comprising said 
aqueous polymer composition. 

a (original) The process of ciaim 7 wherein said polymer comprises 
a water-borne polymer having a Tg of greater than ^1 0 fl C formed from at least 
one hydrophobic monomer, and at least one hydrophilic monomer. 



3 



PAGE 4/7 * RCVD AT 3/25/2004 5:13:13 PM [Eastern Standard Time] * SVR:USPT0€FXRF-1/4 * DNIS:872931 1 * CSID:19087073706 * DURATION (mm-ss):0146 



MAR. 25. 2004 5= 23PM 



NSC LEGAL/PATENT 



NO. 444 P. 5/7 



10. (original) The process of claim 7 wherein the chlorinating of the 
: latex coated former comprises Immersing said former in a solution comprising 

i " chlorine and water. 

11. (original) The process of claim 7 wherein said aqueous chlorine 
| solution contains from 500 to 1 5,000 ppm of chlorine. 

12. (original) The process of claim 1 1 wherein said aqueous chlorine 
solution contains from 1,000 to 10,000 ppm of chlorine. 

13. (original) The process of claim 7 wherein said chlorination of the 
latex occurs in-line. 

14. (original) A process for making a glove oomprioing consisting 
essential^ nf- 

(a) immersing a glove former in an aqueous polymer composition; 

(b) immersing said glove former In a coagulant solution, to produce 
a coated former; 

(c) immersing the coated former into a rubber latex to coat the 
former with said latex; 

(d) curing the latex on said coated former; 

(e) chlorinating the latex on said coated former; and 

(f) removing the finished glove from the former. 
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I 

I 15, (original) 



The process of claim 14 wherein steps a) and b) occur 
as a single stop by Immersing a glove former fn a coagulant solution comprising 
said aqueous polymer composition. 

16. (original) The process of claim 14 wherein said po/ymer comprises 
a water-borne polymer having a Tg of greater than -10°C formed from at least 
one hydrophobic monomer, end at least one hydrophilic monomer. 

17. (original) The process of claim 14 wherein the chlorinating of the 
latex coated former comprises immersing said former in a solution comprising 
chlorine and water. 

13- (original) The process of claim 14 wherein said aqueous chlorine 
solution contains from 500 to 15.000 ppm of chlorine. 

13. (original) The process of claim 14 wherein said chlorination of the 
latex occurs In-line. 

Claims 20 ^24 canceled 
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